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(54) Super-high-strength line pipe excellent in low temperature toughness and production 
method thereof 

(57) To provide a super-high strength line pipe that 
is excellent in low temperature toughness, can be field 
welded easily, and has a tensile strength of at least 900 
MPa (exceeding X100 of the API standard), and a pro- 
duction method thereof. The present invention relates to 
a super-high strength line pipe produced by shaping a 
steel plate into a pipe shape and arc welding seam por- 
tions, the strength of a base steel portion is 900 to 1 ,100 
MPa and the strength of the weld metal is higher than 
the base steel strength - 100 MPa. In the steel pipe, the 
Ni content of the weld metal is higher by at least 1% 
than that of the base steel. The combination of the 
chemical components of the steel plate with those of the 
weld metal, for accomplishing these steel pipes by a 
U&O step is shown concretely. A production method of 
the steel plate and the welding method for achieving the 
steel pipe are also described. Furthermore, a method of 
reducing the strength of the inner surface of the weld 
metal to restrict cracking at the time of pipe expansion is 
also shown. 
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Description 

[0001] This invention relates to a super-high-strength line pipe excellent in low temperature toughness and having 
a tensile strength (TS) of at least 900 MPa. This line pipe can be employed widely as a line pipe for transporting a nat- 
5 ural gas and a crude oil. 

[0002] The importance of pipelines has been increasing, in recent years, as a long-distance transportation method 
for crude oil and natural gas. At present, trunk line pipes for long-distance transportation have been designed on the 
basis of API (American Petroleum Institute) Standard X65, and the pipelines designed in this way are overwhelmingly 
dominant in practice. However, high-strength line pipes have been desired in order (1) to improve transportation effi- 

10 ciency by higher pressurization and (2) to improve on-site working efficiency by the reduction of the outer diameter and 
weight of line pipes. Line pipes up to X80 (a tensile strength of at least 620 MPa) have been put into practical application 
to this date, but the need for line pipes having a higher strength has become apparent. Research into production meth- 
ods of super-high-strength line pipes have been made on the basis of the production technologies of the conventional 
X80 line pipes (e.g. NKK Technical Report, No. 138(1992), pp.24-31 and The 7 th Offshore Mechanics and Arctic Engi- 

75 neering (1988), Volume V, pp.179-185), but these studies are believed to be capable of producing at most X100 (tensile 
strength of at least 760 MPa) line pipes. Research into the production of steel plates for super-high-strength line pipes 
exceeding X100 have been made already (PCT/JP96/00155, 00157). However, the conventional seam welding tech- 
nology cannot be applied to such super-high -strength line pipes and, even though the steel plates can be produced, the 
steel pipes cannot be produced unless the problems encountered in combining the seam weld portions with the steel 

20 plate are solved. Super-high-strengthening of the pipe lines involves a large number of problems to be solved, such as 
the balance between the strength and the low temperature toughness, the toughness of the weld heat affected zone 
(HAZ), field weldability, softening of the joint, and so forth, and early development of a revolutionary super-high-strength 
line pipe (exceeding X100) solving all these problems has been desired. 

[0003] The present invention provides a super-high-strength line pipe that is excellent in the balance of low temper- 
25 ature toughness, insures easy field welding and has a tensile strength of at least 900 MPa (exceeding X100 of the API 
Standard), and a production method thereof. 

[0004] The inventors of the present invention have conductive intensive studies in search of the conditions that 
must be satisfied, by a steel material and a seam weld portion, to provide a super-high-strength steel pipe having a ten- 
sile strength of at least 900 MPa and excellent in both low temperature toughness and field weldability, and have 
30 invented a novel super-high-strength line pipe and a production method thereof. 
[0005] The gist of the present invention lies in the following points. 

(1) A super-high-strength line pipe excellent in low temperature toughness and characterized in that a tensile 
strength of the steel pipe at a base metal steel plate portion in a circumferential direction is from 900 to 1 ,000 MPa. 

35 and a mean tensile strength of a weld metal used for welding the seam portions is at least the tensile strength of 
the steel plate - 100 MPa. 

(2) A super-high-strength line pipe excellent in low temperature toughness according to the item (1), wherein the Ni 
content of the weld metal is higher by at least 1% than the Ni content of the steel plate. 

(3) A super-high-strength line pipe excellent in low temperature toughness according to the item (1) or (2), wherein 
40 the steel plate is shaped into a pipe shape at a U&O step, and is expanded into a pipe after the seam portions are 

welded from the inner and outer surfaces thereof by submerged arc welding. 

(4) A super-high-strength line pipe excellent in low temperature toughness according to any of the items (1 ) through 
(3), wherein the steel plate contains, as component thereof: 


45 

C: 

0.04 to 0.10%, 


Si: 

not greater than 0.6%, 


Mn: 

1.7 to 2.5%, 


P: 

not greater than 0.015%, 


S: 

not greater than 0.003%, 

50 

Ni: 

0.1 to 1.0%, 


Mo: 

0.15 to 0.60%, 


Nb: 

0.01 to 0.10%, 


Ti: 

0.005 to 0.030%, and 


Al: 

not greater than 0.06%, 


55 

contains selectively at least one of the following elements: 
B: not greater than 0.0020%, 
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N: 0.001 to not greater than 0.006%, 

V: not greater than 0. 1 0%, 

Cu: not greater than 1 .0%, 

Cr : not greater than 0.8%. 

Ca: not greater than 0.01%, 

REM: not greater than 0.02%, and 

Mg: not greater than 0.006%, and 


the balance 

of iron and unavoidable impurities; and wherein the weld metal contains: 

C: 

0.04 to 0.1 47o, 

Si: 

0.05 to 0.40%, 

.Mn: 

1.2 to 2.2%, 

:P: 

not greater than 0.010%, 

S: 

not greater than 0.010%, 

Ni: 

1.3 to 3.2%, 

Cr+Mo+V: 

1.0 to 2.5%. 

B: 

not greater than 0.005%, and 


20 the balance of iron and unavoidable impurities; and wherein the Ni content of the weld metal is higher by at 

least 1% than the Ni content of the steel sheet 

(5) A method of producing a super-high strength line pipe excellent in low temperature toughness, comprising the 
steps of: 

25 shaping a steel plate having a tensile strength of 900 to 1 ,100 MPa into a pipe shape at a U&O step; 

welding seam portions from inner and outer surfaces thereof by submerged arc welding using a welding wire 
containing Fe as a principal component. 0.01 to 0.1 2% of C, not greater than 0.3% of Si. 1 .2 to 2.4% of Mn. 4.0 
to 8.5% of Ni and 3.0 to 5.0% of Cr+Mo+V. and a sintered flux or a fused flux; and 
expanding the steel plate into a pipe. 

30 

(6) A method of producing a super-high-strength line pipe excellent in low temperature toughness, comprising the 
steps of: 

shaping into a pipe shape at a U&O step a steel plate having a tensile strength of 900 to 1 ,100 MPa and con- 
35 taining, as components thereof: 



C: 

0.04 to 0.10%, 


Si: 

not greater than 0.6%, 


Mn: 

1.7 to 2.5%, 

40 

P: 

not greater than 0.015%, 


S: 

not greater than 0.003%, 


Ni: 

0.1 to 1.0%, 


Mo: 

0.15 to 0.60%, 


Nb: 

0.01 to 0.10%, 

45 

Ti: 

0.005 to 0.030%, and 


Al: 

not greater than 0.06%, 


containing selectively at least one of the following elements: 


50 

B: 

not greater than 0.0020%, 


N: 

0.001 to not greater than 0.006%, 


V: 

not greater than 0.10%, 


Cu: 

not greater than 1 .0%. 


Cr: 

not greater than 0.8%, 

55 

Ca: 

not greater than 0.01%, 


REM: 

not greater than 0.02%, and 


Mg: 

not greater than 0.006%, and 
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the balance of Fe and unavoidable impurities; 

welding seam portions of the steel plate from inner and outer surfaces thereof by submerged arc welding using 
a welding wire containing Fe as a principal component, 0.01 to 0.12% of C, not greater than 0.3% of Si, 1.2 to 
2.4% of Mn, 4.0 to 8.5% of Ni and 3.0 to 5.0% of Cr+Mo+V, and a sintered flux or a fused flux; and 
5 expanding the steel plate into a pipe. 

(7) A method of producing a super-high-strength line pipe excellent in low temperature toughness according to the 
items (5) and (6), wherein the tensile strength of the weld metal of inner surface welding before pipe expansion is 
from 200 MPa below to the same as the tensile strength of the steel plate. 

10 

DESCRIPTION OF THE PREFERRED EMBODIMENT 

[0006] Hereinafter, the content of the present invention will be explained in detail. 

[0007] The present invention is an invention relating to a super-strength -line pipe having a tensile strength (TS) of 

15 at least 900 MPa and excellent in low temperature toughness. Since the super-high strength line pipe of this strength 
level can withstand a pressure about twice that of X65 that has been dominant in the past, twice as much gas can be 
transported by a pipe having the same size. In the case of X65, the pipe thickness must be increased in order to elevate 
the pressure and consequently, the material cost, the transportation cost and the site welding cost become higher, with 
the result that the laying cost increases drastically. This is one of the reasons why a super-high strength line pipe having 

20 a tensile strength (TS) of at least 900 MPa and excellent in low temperature toughness is required. On the other hand, 
as the strength becomes higher, the production of steel pipes abruptly becomes more difficult. Therefore, the upper limit 
strength is set to 1 ,1 00 MPa in consideration of difficulty in industrial control. In order to obtain the properties of target 
strength, inclusive of the strength of a seam weld portion, the seam weld metal must have sufficiently high strength. As 
one of the standards, it has been believed essentially necessary that the pipe does not break from the weld metal in a 

25 tensile test with reinforcement of the weld in a circumferential direction inclusive of the seam weld portion. Low temper- 
ature toughness of the weld metal, that is used as-solidified, drops with the increase of the strength and from this 
aspect, the welding strength is preferably low. As a result of intensive experiments, the present inventors have realized 
that breakage does not occur from the weld metal in the tensile test with reinforcement of weld if the tensile strength of 
the weld metal is at least -100 MPa of that of the steel plate. Therefore, the present invention limits the mean tensile 

30 strength of the weld metal to at least (tensile strength of base steel plate portion of steel pipe in circumferential direction) 
- 100 MPa. The upper limit strength of the weld metal is preferably not higher than 1 ,200 MPa for securing low temper- 
ature toughness and for preventing low temperature weld cracks. Incidentally, the tensile strength remains unaltered 
between the steel plate as it is and the steel pipe after shaping of the steel plate. 

[0008] Steel plates are hot rolled after casting. In the case of the super-high-strength steel according to the present 
35 invention, the steel plate is thereafter quenched or, in some cases, tempered. On the other hand, chemical components 
must be adjusted in order to obtain an intended strength in the weld metal which has an as-solidified texture and the 
cooling rate of which is not high, and to obtain low temperature toughness compatible with that of the steel plate. Nickel 
(Ni) makes it possible to improve hardenability and to obtain a high strength even at a low cooling rate. It also promotes 
the formation of retained austenite in martensite lath, and improves low temperature toughness. Desired strength and 
40 desired low temperature toughness can be obtained by increasing the Ni content of the weld metal by 1% by means of 
the steel plate components. 

[0009] The super-high-strength steel pipe described above can be mass-produced efficiently in a UO pipe-making 
step which executes seam welding by submerged arc welding from the inner and outer surfaces. 
[001 0] To accomplish super-high strength in a tensile strength of at least 900 MPa, it is necessary to restrict the for- 
45 mation of ferrite by transforming the steel to a microstructure consisting dominantly of a low temperature transformation 
microstructures, such as martensite and bainite. 

[001 1 ] Next, the reasons for restriction of the component elements will be described. 

[0012] The C content is limited to 0.04 to 0.10%. Carbon is extremely effective for improving the strength of the 
steel, and at least 0.04% is necessary in order to obtain the target strength in the martensite structure. If the C content 

so is too great, however, the low temperature toughness of the base steel as well as the HA2 and field weldability drop 
remarkably. Therefore, the upper limit is set to 0.10%. Preferably, the upper limit value is 0.08%. 
[0013] Silicon (Si) is the element that is added so as to achieve deoxidation and to improve the strength. If its addi- 
tion amount is too great, however, the HA2 toughness and field weldability drop remarkably. Therefore, the upper limit 
is set to 0.6%. Deoxidation of the steel can be achieved sufficiently by Al or Ti. too, and Si need not be always added. 

55 [001 4] Manganese (Mn) is an indispensable element for transforming the microstructure of the steel of the present 
invention to the structure consisting dominantly of martensite, and to secure the excellent balance of the strength and 
the low temperature toughness, and the lower limit of its content is 1.7%. However, if the Mn content is too great, hard- 
enability of the steel increases to such a level that not only the HA2 toughness and field weldability are deteriorated, but 
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center segregation of the continuous cast slab is promoted and the low temperature toughness of the base steel is dete- 
riorated. Therefore, the upper limit is set to 2.5%. 

[001 5] The reason why Ni is added is to improve the low carbon steel of the present invention without deteriorating 
the low temperature toughness and field weldability. It has been found that in comparison with the addition of Cr and 

5 Mo, the addition of Ni hardly forms the hardened structure, which is detrimental to the low temperature toughness, in 
the rolled structure (particularly, in the center segregation band of the continuous cast slab), and the addition of a small 
amount of Ni of at least 0.1%. is effective for improving the HAZ toughness, too. (The amount of addition of Ni which is 
particularly effective for improving the HAZ toughness is at least 0.3%.) However, if the addition amount is too great, not 
only the economical factor but also the HAZ toughness and field weldability are deteriorated. Therefore, the upper limit 

io is set to 1 .0%. The addition of Ni is also effective for preventing Cu cracks during continuous casting and hot rolling. In 
this case, Ni must be added in an amount at least 1/3 of the Cu content. 

[001 6] The object of addition of Mo is to improve hardenability of the steel and to obtain a desired structure consist- 
ing dominantly of martensite. In the B-containing steel, the hardenability improving effect of Mo becomes higher, and 
whenrco-present with Nb, Mo supresses re-crystallization of austenite in controlled rolling and finely refines the austen- 
15 ite structure. To obtain such effects, at least 0.15% of Mo must be added. However, the addition of Mo in excess invites 
deterioration of the HAZ toughness and field weldability, and sometimes diminishes the hardenability improving effect 
of B. Therefore, the upper limit is set to 0.6%. 

[0017] Boron (B), when added in a very small amount, drastically improves hardenability of the steel, and is an 
extremely effective element for obtaining the desired structure consisting dominantly of martensite. Furthermore, B 

20 enhances the hardenability improving effect of Mo, and when co-present with Nb, B synergistically improves hardena- 
bility. The addition of B in excess, however, not only invites deterioration of the low temperature toughness but also 
diminishes, in some cases, the hardenability impoving effect of B. Therefore, its upper limit is set to 0.0020%. 
[0018] The steel according to the present invention contains, as the indispensable elements, 0.01 to 0.10% of Nb 
and 0.005 to 0.030% of Ti. When co-present with Mo, Nb not only supresses re-crystallization of austenite during con- 

25 trolled rolling and finely refines the structure, but also contributes to the improvements in precipitation hardening and 
hardenability. and increases the toughness of the steel. Particularly when Nb and B are co-present, the hardenability 
improving effect can be enhanced synergistically. If the Nb addition amount is too great, however, the HAZ toughness 
as well as field weldability are affected adversely. Therefore, the upper limit is set to 0. 1 0%. On the other hand, the addi- 
tion of Ti forms fine TiN, renders the microstructure fine by supressing coarsening of the austenite grains in re-heating 

30 of the slab and the austenite grains of the HAZ, and improves the low temperature toughness of the base steel and the 
HAZ. It also plays the role of fixing solid solution N, which is detrimental to the hardenability improving effect of B, as 
TiN. ; .For this purpose, at least 3.4N (% by weight) of Ti is preferably added. When the Al amount is small (e.g. not 
greater than 0.005%), Ti forms oxides, functions as an intra-granular ferrite formation nucleus and finely refines the HAZ 
structure. To achieve such effects of TiN, at least 0.005% of Ti must be added. If the Ti content is too great, however, 

35 coarsening of TiN and precipitation hardening due to TiC develop, and the low temperature toughness gets deterio- 
rated. Therefore, the upper limit is set to 0.030%. 

[0019] Aluminum (Al) is the element that is ordinarily contained as the deoxidizer in the steel, and has the function 
of making the texture fine. If the Al content exceeds 0.06%, however, the amounts of Al type metallic inclusions increase 
and they spoil the cleanliness of the steel. Therefore, the upper limit is set to 0.06%. Because deoxidation can be 

40 achieved by Ti or Si, Al need not be always added. 

[0020] Nitrogen (N) forms TiN, supresses coarsening of the austenite grains at the time of re-heating of the slab 
and the austenite grains of the HAZ and improves the low temperature toughness of both base steel and HAZ. The min- 
imum necessary amount for this purpose is 0.001%. If the N content is too great, however, surface cracks on the slab, 
deterioration of the HAZ toughness by solid solution N and a drop in the hardenability improving effect of B will occur. 

45 Therefore, the upper limit must be restricted to 0.006%. 

[0021] Furthermore, the P and S amounts as the impurity elements are limited to not greater than 0.01 5% and not 
greater than 0.003%. respectively, in the present invention. This is mainly to improve further the low temperature tough- 
ness of both base steel and HAZ. The reduction of the P content reduces center segregation of the continuous cast 
slab, prevents grain boundary cracking and improves the low temperature toughness. The reduction of the S content 

so decreases MnS, that is elongated by hot rolling, and improves the ductility and toughness. 
[0022] Next, the purpose of addition of V, Cu. Cr, Ca. REM and Mg will be explained. 

[0023] The main object of adding these elements to the basic components is to improve further the strength and 
the toughness and to expand the size of the steel materials that can be produced, without spoiling the excellent features 
of the present invention. Therefore, the addition amount of these elements should be naturally limited. 
55 [0024] Vanadium (V) has substantially the same effect as Nb. but its effect is lower than that of Nb. However, the 
effect of the addition of V is great in a super-high-strength steel, and the composite addition of Nb with V makes the 
excellent features of the present invention all the more remarkable. The upper limit of up to 0.10% is allowable from the 
aspect of the HAZ toughness and field weldability, and the particularly preferred range is from 0.03 to 0.08%. 
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[0025] Copper (Cu) increases the strength of the base steel and the weld portion, but if its content is too great, the 
HAZ toughness as well as field weldability is extremely deteriorated. Therefore, the upper limit of the Cu content is set 
to 1.0%. 

[0026] Chromium (Cr) increases the strength of both base steel and weld portion, but if its content is to great, the 
s HAZ toughness as well as field weldability is extremely deteriorated. Therefore, the upper limit of the Cr content is 0.6%. 
[0027] Calcium (Ca) and REM control the form of sulfide (MnS) and improve the low temperature toughness (the 
increase in absorbed energy in the Charpy test, etc). When Ca and REM are added in amounts exceeding 0.006% and 
0.02%, respectively, large amounts of CaO - CaS or REM - CaS are formed, and they result in large clusters and large 
inclusions, not only spoiling the cleanliness of the.steel but exerting adverse influences on field weldability. Therefore, 
10 the upper limits are set to 0.006% for Ca and 0.02% for REM. Incidentally, in super-high strength line pipes, in particular, 
it is specifically effective to decrease the S and O contents to not greater than 0.001% and not greater than 0.002%, 
respectively, and to adjust their contents so as to satisfy the relation 0.5 s ESSP ^ 10.0 where 
ESSP = (Ca)[1 - 124(0)]/1.25S . 

[0028] Magnesium (Mg) forms oxides that are finely dispersed, restricts coarsening of the grains of the weld heat 
75 affected zone and improves the low temperature toughness. If it content exceeds 0.006%, coarse oxides are formed 
and the toughness is deteriorated, on the contrary. 

[0029] Besides the limitation of the individual elements described above, the relation 1 .9 ^ P ^ 4.0 is preferably sat- 
isfied, where P is given by: 

20 P = 2.7C + 0.4Si + Mn + 0.8Cr + 0.45(Ni+Cu) + (1+p)Mo - 1 + p 

with the proviso that when B § 3 ppm, p = 1 , and when B < 3 ppm, p = 0. This is directed to accomplish the intended 
balance between the strength and the low temperature toughness. The reason why the lower limit of the P value is set 
to 1.9 is to obtain a high strength of at least 900 MPa and an excellent low temperature toughness. The upper limit of 

25 the P value is set to 4.0 so as to retain excellent HAZ toughness and field weldability. 

[0030] Even when the steel contains the chemical components described above, the desired properties cannot be 
obtained unless an appropriate production condition is employed which provides a structure consisting dominantly of 
fine martensite + bainite. The principal method of obtaining the texture consisting dominantly of fine martensite com- 
prises the steps of hot-working re-crystallized grains in the range of a non-recrystallization temperature to form austen- 

30 ite grains that are flat in the direction of the sheet thickness, and cooling the steel plate at a cooling rate higher than a 
critical cooling rate at which the ferrite formation is restricted. 

[0031] A desirable production method comprises the steps of re-heating a slab having the chemical components of 
the present invention at 950 to 1 ,250°C. rolling the slab at a temperature of the steel material higher than 700°C so that 
the cumulative reduction ratio at 700 to 950°C attains at least 50%, and cooling the steel plate down to 550°C or below 
35 at a cooling rate of at least 10°C/sec. Tempering is carried out, whenever necessary, at a temperature lower than an 
Ac! transformation point. 

[0032] The steel plate so produced is then shaped into a pipe shape, and its seam portions are arc welded to form 
a steel pipe. 

[0033] Next, the reasons for restriction of the weld metal will be explained. 

40 [0034] Tiie C content is limited to 0.04 to 0. 1 4%. Carbon (C) is extremely effective for improving the strength of the 
steel, and at least 0.04% is necessary for obtaining the target strength in the martensite structure. However, if the C 
content is too great, low temperature weld cracking is more likely to occur, and the maximum hardness of the HAZ at a 
so-called M T cross" portion at which the site weld portion and the seam weld portion cross each other increases. There- 
fore, the upper limit is set to 0.14%, and is preferably 0.10%. 

45 [0035] At least 0.05% of silicon (Si) is necessary for preventing blow-holes, but if the Si content is too great, the low 
temperature toughness is extremely deteriorated. Therefore, the upper limit is set to 0.6%. Particularly when double- 
face welding and multi-layer welding are carried out, the large Si content deteriorates the low temperature toughness of 
the re-heated portion. 

[0036] Manganese (Mn) is the indispensable element for securing the balance between excellent strength and low 
so temperature toughness, and its lower limit is 1 .2%. If the Mn content is too great, however, segregation is promoted. In 
consequence, not only the low temperature toughness is deteriorated but also the production of the welding material 
becomes difficult. Therefore, the upper limit is set to 2.2%. 

[0037] The object of the addition of Ni is to secure the strength by improving hardenability, and to further improve 
the low temperature toughness. If the Ni content is not greater than 1.3%, the desired strength and low temperature 
55 toughness cannot be obtained easily. If the Ni content is too great, on the other hand, hot cracking is very likely to occur. 
Therefore, the upper limit is set to 3.2%. 

[0038] It is by no means easy to distinguish the differences of the effects of Cr, Mo and V, but these elements are 
all added in order to obtain a high strength by increasing hardenability. The effect is not sufficient if Cr+Mo+V is not 
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greater than 1.2%. but the addition of these elements in excess increases the risk of low temperature cracking. There- 
fore, the upper limit is set to 2.5%. 

[0039] The addition of a small amount of B improves hardenability and is effective for improving the low temperature 
toughness of the weld metal. If the B content is too great, however, the low temperature toughness drops, on the con- 

5 trary. Therefore, the upper limit is set to 0.005%. 

[0040] The weld metal sometimes contains elements such as Ti, Al, Zr. Nb, Mg, etc, that are added, whenever nec- 
essary, for insuring excellent refining and solidification at the time of welding, and the balance of the weld metal consists 
of iron and unavoidable impurities. Incidentally, the P and S contents are preferably small in order to prevent deteriora- 
tion of the.low temperature toughness and to reduce low temperature crack susceptibility. 

io [004.1 j The sizes of the line pipes, to which the present invention is directed, are generally a diameter of about 450 
to about 1 ,500 mm, and a thickness of about 10 to about 40 mm. A method of efficiently producing the steel pipes hav- 
ing such sizes has already been established. This method comprises the steps of shaping a steel plate into a U shape 
and then O shape in a U&O step, provisionally welding the seam portions, executing submerged arc welding from inner 
and outer surfaces, thereafter expanding it into a pipe and correcting and improving the degree of circularity. 

75 [0042] Submerged arc welding is a welding method that involves a high rate of dilution of a base metal, and in order 
to obtain desired properties, or in other words, a desired weld metal composition, it is essentially necessary to select 
the welding materials in consideration of dilution of the base metal. Hereinafter, the reasons for restriction of the chem- 
ical composition of the welding wire will be described, but the welding method can fundamentally produce the super- 
high strength line pipe stipulated in Claim 4. 

20 [0043] To obtain the range of the C content required for the weld metal, the C content is limited to 0.01 to 0.12% in 
consideration of dilution by the base metal components and the addition of C from the atmosphere. 
[0044] To obtain the range of the Si content required for the weld metal, the Si content is limited to not greater than 
0.3% in consideration of dilution by the base metal components. 

[0045] To obtain the range of the Mn content required for the weld metal, the Mn content is limited to 1 .2 to 2.4% in 
25 consideration of dilution by the base metal components. 

[0046] To obtain the range of the Ni content required for the weld metal, the Ni content is limited to 4.0 to 8.5% in 
consideration of dilution by the base metal components. 

[0047] To obtain the range of Cr+Mo+V content required for the weld metal, its range is limited to 3.0 to 5.0% in con- 
sideration of dilution by the base metal components. 

30 [0048] The contents of other impurities such as P and S are preferably as small as possible, and B can be added 
so as to secure the strength. Furthermore, Ti, Al, Zr, Nb, Mg, etc, can be used for the purpose of deoxidation. 
[0049J Welding can be carried out by using not only a single electrode but also multi-electrodes. When welding is 
made by using multi- electrodes, various wires may be used in combination, and the individual wires need not fall within 
the component range described above, but the mean composition calculated from the respective wire components and 

35 the consumption quantities must fall within the component range. 

[0050] The flux used for submerged arc welding can be broadly classified into a sintered flux and a fused flux. The 
sintered flux has the advantages that an alloying material can be added and the amount of diffusible hydrogen is small, 
but involves the problems that it is likely to become powder and repetition of its use is difficult. On the other hand, the 
fused flux has the advantages that it is like glass powder, has high grain strength and is not easily hygroscopic, but 

40 involves the problem that the amount of diffusible hydrogen is considerably high. In the case of the super-high strength 
steel such as in the present invention, low temperature weld cracking is likely to occur and from this aspect, the sintered 
flux is desirable. On the other hand, the fused flux that can be recovered and used repeatedly is suitable for mass-pro- 
duction, and its cost is low. The problem is the high cost in the sintered flux and the necessity for strict quality control in 
the fused flux, but this problem exists within the range that can be tackled industrially, and both of them can be used in 

45 essence. 

[0051 ] Although the welding condition has been substantially fully technically established, the preferred range is as 
follows. The dilution rate of the base metal changes with the welding condition, particularly with the welding heat input. 
Generally, the higher the heat input, the higher becomes the dilution rate of the base metal. However, the dilution rate 
of the base metal cannot be increased under the low welding speed condition even when the heat input is increased. 

so In order to secure sufficient welding penetration in one-pass welding of double faces, the welding speed must be set to 
a level higher than a certain level together with the increase of the welding heat input, and the welding speed of 1 to 3 
m/minute is an appropriate range. Welding at a speed of less than 1 m/min is inefficient as seam welding of the line 
pipe, while high-speed welding at a rate exceeding 3 m/min cannot give a stable bead shape. The heat input is prefer- 
ably within the range of 2.5 to 5.0 kJ/mm in the case of 1 8 mm thick plates. If the heat input is too small, sufficient weld- 

55 ing penetration cannot be obtained. On the other hand, if too much heat input is applied, softening of the heat affected 
zone becomes great and the toughness drops, too. 

[0052] The degree of circularity is improved by pipe expansion after seam welding. To accomplish good circularity, 
it is necessary to let the steel plate undergo deformation up to a plastic region, and in the case of the super-high- 
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strength steel, as in the present invention, the expansion ratio of at least about 0.7% (pipe expansion ratio = (circumfer- 
ence after pipe expansion - circumference before pipe expansion)/circumference before pipe expansion). When pipe 
expansion is carried out to a level exceeding 2%, deterioration of the toughness becomes great due to the plastic defor- 
mation of both base metal and weld portion. Therefore, the pipe expansion ratio is preferably from 0.7 to not greater 
5 than 2%. 

[0053] If the shape of the super-high-strength steel pipe is not good after U&O shaping, the strain concentrates 
locally on the softened zone of the seam welding heat affected zone at the time of pipe expansion, thereby inviting dras- 
tic deterioration of the toughness and, in some cases, cracking. If the strength of the weld metal on the inner surface 
side, on which the strain is very likely to concentrate, is lowered, the stress concentration on the softened zone can be 
to mitigated. Due to the plastic deformation by pipe expansion, the strength increases after, pipe expansion due to work 
hardening, but if the strength of the weld metal is too low, a weld metal fracture is invited by the weld joint tension of the 
steel pipe after pipe expansion. Therefore, the lower limit of the weld metal on the inner surface side is limited to the 
range of the tensile strength of the steel plate - 200 MPa. 

75 Example 1 

[0054] Hereinafter, the present invention will be explained concretely. Steels having the chemical components tab- 
ulated in Table 1 were melted in a 300-ton converter to form continuous cast slabs. After being re-heated to 1,100°C, 
each slab was rolled in a re-crystallization range and then subjected to controlled rolling to achieve a cumulative reduc- 

20 tion ratio of 80% at 900 to 750°C till the thickness attained 1 8 mm. The resulting steel plate was cooled with water so 
that the water cooling stop temperature reached 400 to 500°C. The strength of the steels A, B and C, that had the chem- 
ical components falling within the range of the present invention, was within the target range, and had a high low tem- 
perature toughness (absorbed energy at -40°C in the Charpy test). On the other hand, the steel E, which had a high C 
content and to which Ni was not added, exhibited a strength falling within the target range, but its low temperature 

25 toughness was low. The steel plates produced in this way were shaped into a pipe shape in a U&O plant. After being 
welded provisionally, each steel plate was subjected to one-pass submerged arc welding for each of the inner and outer 
surfaces under the welding condition of three electrodes, 1.5 m/min and 3.5 kJ/mm, using the welding wires shown in 
Table 2. Pipe expansion was thereafter carried out to a pipe expansion ratio of 1%. As shown in Table 2, Examples 1 to 
6 of the present invention provided satisfactory weld beads, the chemical components of the weld metal were within the 

30 range of the scope of claims, and the strength was appropriate. The steel plates of Comparative Example Nos. 7 and 8 
were within the range of the present invention but the wire components were outside the range of the present invention. 
Therefore, the strength was low in No. 7 and low temperature cracking occurred in No. 8. For these reasons, the tensile 
test was not carried out on these Examples. In No. 9, the welding wire was within the range of the present invention but 
the steel plate was outside the present range. The evaluation result of the steel pipe properties were tabulated in Table 

35 3. The base metal portions within the range of the present invention all had excellent mechanical properties. When the 
seam weld portions were within the range of the present invention, excellent properties could be obtained, but weld 
metal fracture and low temperature weld cracking occurred in the joint tensile test in Comparative Example 7, and the 
toughness of the weld metal was low in Comparative Example No. 8. Therefore, these two steel pipes failed to satisfy 
the required properties of the line pipe. 
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Table 3 
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Section 

Example No 

Properties steel pipe base meta! 

Joint tension 

Weld metal 
properties 



C direction YS 
MPa 

C direction TS 
MPa 

vE. 40 J 


%/C t 

Vb_ 40 J 

Example of this 
Invention 

1 

899 

988 

268 

fair 

184 

2 

940 

1011 

250 

fair 

154 

O 

876 

973 

272 

tair 

180 

A 
** 

985 

1060 

281 

fair* 
Tail 

icq 
loo 

5 

901 

990 

270 

fair 

147 

6 

933 

1015 

245 

fair 

171 

Comp. Exam- 
ple 

7 

888 

986 

265 

weld metal frac- 
ture 

67 

8 

903 

990 

269 

not made 

38 

9 

814 

925 

97 

fair 

166 


[0055] As described above, the present invention can provide a super-high strength line pipe excellent in low tem- 
25 perature toughness, can reduce the laying cost of a long-distance pipeline, and can contribute to the solution of the 
worldwide energy problem. . 

Claims 

30 1 . A super-high-strength line pipe excellent in low temperature toughness and characterized in that a tensile strength 
of said steel pipe at a base metal steel plate portion in a circumferential direction is from 900 to 1 ,100 MPa, and a 
mean tensile strength of a weld metal used for welding the seam portions is at least the tensile strength of said steel 
plate - 100MPa. 

35 2. A super-high-strength line pipe excellent in low temperature toughness according to claim 1 , wherein the Ni content 
of said weld metal is higher by at least 1% than the Ni content of said steel plate. 

3. A super-high-strength line pipe excellent in low temperature toughness according to claim 1 or 2, wherein said steel 
plate is shaped into a pipe shape at a U&O step, and is expanded into a pipe after the seam portions are welded 

40 from the inner and outer surfaces thereof by submerged arc welding. 

4. A super-high-strength line pipe excellent in low temperature toughness according to any of claims 1 through 3, 
wherein said steel plate contains, as components thereof: 


45 

C: 

0.04 to 0.10% 


Si: 

not greater than 0.6%, 


Mn: 

1.7 to 2.5%, 


P: 

not greater than 0.015%, 


S: 

not greater than 0.003%, 

SO 

Ni: 

0.1 to 1.0%, 


Mo: 

0.15 to 0.60%, 


Nb: 

0.01 to 0.10%. 


Ti: 

0.005 to 0.030%, and 


Al: 

not greater than 0.06%, and 


55 

contains selectively at least one of the following elements: 
B: not greater than 0.0020%, 
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N: 0.001 to not greater than 0.006%, 

V: not greater than 0. 1 0%, 

Cu: not greater than 1 .0%, 

Cr: not greater than 0.8%, 

Ca: not greater than 0.01%, 

REM: not greater than 0.02%, and 

Mg: not greater than 0.006%, and 


10 


the balance of iron and unavoidable impurities; and wherein said weld metal contains: 


C: 0.04 to 0.14%, 

Si: 0.05 to 0.40%, 

Mn: 1.2 to 2.2%. 

P: not greater than 0.010%, 

15 S: not greater than 0.01 0%, 

Ni: 1.3 to 3.2%, 
Cr+Mo+V: 1.0 to 2.5%, 

B: not greater than 0.005%, and 


20 the balance of iron and unavoidable impurities; and wherein the Ni content of said weld metal is higher by at least 
1% than the Ni content of said steel sheet. 


5. A method of producing a super-high-strength line pipe excellent in low temperature toughness, comprising the 
steps of : 

25 

shaping a steel plate having a tensile strength of 900 to 1 .100 MPa into a pipe shape at a U&O step; 
welding seam portions from inner and outer surfaces by submerged arc welding using a welding wire contain- 
ing Feas a principal component and 0.01 to 0.12% of C, not greater than 0.3% of Si, 1.2 to 2.4% of Mn, 4.0 to 
8.5% of Ni and 3.0 to 5.0% of Cr+Mo+V, and a sintered flux or a fused flux; and 
30 expanding said steel plate into a pipe. 


6. A method of producing a super-high-strength line pipe excellent in low temperature toughness, comprising the 
steps of: 

35 shaping into a pipe shape at a U&O step a steel plate having a tensile strength of 900 to 1 ,100 MPa and con- 

taining, as components thereof: 



C: 

0.04 to 0.10% 


Si: 

not greater than 0.6%,, 

40 

Mn: 

1.7 to 2.5%. 


P: 

not greater than 0.015%, 


S: 

not greater than 0.003%, 


Ni: 

0.1 to 1.0%, 


Mo: 

0.15 to 0.60%, 

45 

Nb: 

0.01 to 0.10%, 


Ti: 

0.005 to 0.030%, and 


Al: 

not greater than 0.06%, and 


containing selectively at least one of the following elements: 

so 


B: 

not greater than 0.0020%. 

N: 

0.001 to not greater than 0.006%. 

V: 

not greater than 0.10%. 

Cu: 

not greater than 1 .0%, 

Cr: 

not greater than 0.8%, 

Ca: 

not greater than 0.01%, 

REM: 

not greater than 0.02%, and 

Mg: 

not greater than 0.006%, and 
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the balance consisting of iron and unavoidable impurities; 

welding seam portions of said steel plate from inner and outer surfaces by submerged arc welding using a 
welding wire containing Fe as a principal component, 0.01 to 0.12% of C. not greater than 0.3% of Si, 1.2 to 
2.4% of Mn, 4.0 to 8.5% of Ni and 3.0 to 5.0% of Cr+Mo+V, and a sintered flux or a fused flux; and 
expanding said steel plate into a pipe. 


A method of producing a super-high-strength line pipe excellent in low temperature roughness according to claims 
5 and 6, wherein the tensile strength of the weld metal of inner surface welding before pipe expansion is from 200 
MPa below to the same as the tensile strength of said steel plate. 
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